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This invention relates to elastomeric thin walled articles and methods 
for their preparation. 

Elastomeric thin walled articles, such as gloves for surgical use are 
generally manufactured from natural rubber, usually by dipping a glove 
fomner into a vessel containing natural rubber latex. However, recently 
problems have been encountered with natural rubber surgical gloves since 
small quantities of proteins may leach from the glove into an open surgical 
site and in some instances cause an allergenic reaction to the patient. 

Attempts have been made to manufacture surgical gloves from 
synthetic materials such as polyurethane. US Patent No.4463156, 
McGary et al, describes in Example 14, the manufacture of a mixed diol, 
4.4'-diphenylmethane diisocyanate polyurethane. A 20% solids solution of 
the polyurethane was prepared and a glove produced by dipping a glove 
former into the suspension. McGary discloses that the polyurethane 
gloves have a tensile strength of from 24.1 to 44.8 MPa. Also, 
polyurethane suspensions suffer from the disadvantage that they tend to 
be fairly unstable on storage and therefore do not lend themselves to 
production processes. 

European Patent application No.0413467 discloses polyurethane 
condoms which are manufactured by dipping a suitably shaped fonner into 
an organic solvent solution of a polyurethane. However, such processes 
have a major disadvantage in that undesirable solvents must be used thus 
giving rise to increased costs and problems with waste products. 

Sadowski et al (J S Sadowski, B Martin and D D Gerst, 
"Polyurethane Latexes for Coagulation Dipping", Elastomerics, August 
1978, 17-20) describes that polyurethane gloves may be made by the 
"Anode" process, that is, by dipping a former into a coagulant bath, 
followed by dipping into a polyurethane latex. The polyurethane in the 
latex was of a particle size in the range of from 60 to 300nm. The latex 
also comprised a non-ionic surfactant. However, although in 1978 
Sadowski alleged that suitable gloves may be formed, to date, 
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polyurethane gloves manufactured by coagulation dipping have never 
been made commercially available. Thus there has been a long felt want 
for a commercially viable process for the emulsion dipping of polyurethane 
articles and polyurethane gloves in particular. 

5 

We have now surprisingly found that certain polyurethanes with a 
larger particle size than that disclosed by Sadowski can advantageously 
be formed into aqueous emulsions which are sufficiently unstable to 
electrolytes to pennit thin layer coatings to be fomied. e.g. in the 
10 manufacture of gloves, and whilst the emulsions possess adequate shelf 
life. Furthermore, we have found that articles made from such 
polyurethane emulsions have tensile strength values not disclosed by 
McGary. 

1 5 Thus according to the invention we provide a thin walled 

polyurethane article having a tensile strength of up to 24 MPa. 

We prefer thin walled polyurethane articles having a tensile strength 
offrom10to24MPa. 



20 



25 



The improved tensile set properties may be obtained by including a 
plasticizer in the polyurethane emulsion. In particular we have found that 
specific plasticizers are advantageous. Particularly preferred plasticizers 
are those disclosed in US Patent No.3595776 



Thus according to the invention we further provide a thin walled 
polyurethane article wherein the polyurethane comprises a plastizer 
characterised by a specific gravity in the range of 0.970 to 1 .10 at 60 
degrees F; a viscosity SSU at 100 degrees F in the range of about 200 to 
30 260; total nitrogen content below 700 ppm and advantageously in the 
range of about 175 to 375 ppm; a basic nitrogen content not exceeding 
100 ppm and. better still, not exceeding 75 ppm and especially in the 
range of 15 to 50 ppm; a saturated component in the range up to about 
12% and, better still, in the range of about 8 to 9.5% and an aromatics 
35 content in the range of about 87 to 95%. 
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According to a further feature of the invention we provide a thin 
walled polyurethane article wherein the polyurethane comprises from 0.1 
to 40% w/w of a plasticiser as hereinbefore described, preferably from 0.1 
to 20% w/w. 

5 

Thus according to the invention we also provide a method of 
manufacturing a thin walled polyurethane article which comprises dipping 
a shaped former into an aqueous polyurethane emulsion comprising a 
plasticiser as hereinbefore described. 

10 

The amount of plasticiser present in the polyurethane emulsion may 
be from 0.1 to 40% w/w, preferably from 0.1 to 20% w/w and especially 
from 0.1 to 10% w/w. eg. 5% w/w plasticiser. The plasticisers are complex 
mixtures which comprise principally a mixture of substituted alkyi (-C5H1 j 

15 to C-j 1 H23 or a number of smaller alky! groups totaling this aggregate 
amount) condensed ring and partly aromatics consisting of 2, 3 and 4 
rings exemplified by alky! (C3, C4, C5) substituted tetrahydro and 
decahydro naphthalenes; alkyI (Cs-Cg) substituted tetrahydro and 
decahydro phenanthrenes or anthracenes; and alkyI (C7-C13) substituted 

20 tetrahydro chrysenes or pyrenes. 

The plasticisers may be manufactured using methods described in 
US Patent No.3595776. 

25 We also provide a method of manufacturing a thin walled 

polyurethane article which comprises dipping a shaped former into an 
aqueous polyurethane emulsion as hereinbefore described which 
emulsion comprises a substantial number of particles with a mean particle 
size of greater than 0.3pm and a plasticiser. 

30 

By the temi mean partide size is meant the mean diameter for 
generally spherical particles. The mean particle size of polyurethane 
emulsions can be measured using conventional methods known qsl SS* 
such as electron microscopy or a conventional particle size analyser, eg. a 
35 Malvern Analyser. The mean particle size may be from 0.31 pm to 2.5Mm. 
preferably from 0.5pm to 2.0pm, more preferably from O.Spm to 1.5pm, 
eg. lOpm. 
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Thus a substantial number of the particles in the polyurethane 
emulsion may have a particle size of greater than O.Z\im. By the term 
substantial number, we mean at least 50% w/w. preferably at least 70% 
5 w/w and more preferably at least 80% wAw and especially at least 90% 
w/w of the particles have a particle size of greater than O.Spm when 
measured using electron microscopy. Similarly a substantial number of 
particles fall within the limits of the preferred mean particle sizes 
hereinbefore defined. 

10 

In particular we have found the presence of surfactant in the 
polyurethane emulsion as hereinbefore described increases the stability of 
a large particle size polyurethane emulsion and provides advantageous 
film fomiing properties. Thus, in the manufacture of thin walled articles it 
1 5 may be advantageous to have a surfactant present. 

Thus according to the invention we provide a method as 
hereinbefore described wherein the polyurethane emulsion as 
hereinbefore described comprises from 0.1 to 10% w/w of surfactant. 
20 preferably from 2 to 8% w/w and especially from 4 to 6% w/w, eg. 5% w/w. 

The amount of surfactant may vary according to the type of 
surfactant used, the nature of the polyurethane, the particle size of the 
polyurethane, the solids content of the emulsion, etc. Generally however, 

25 the amount of surfactant present should be at least sufficient to exceed 
the critical micelle concentration in the emulsion. More particulariy, it is 
prefen-ed to use an amount of surfactant in the emulsion so that the 
surface tension of the emulsion, measured using conventional methods 
known pet fifi, approaches that of natural rubber latex. Thus, it is 

30 prefen-ed that the emulsion possesses a surface tension of from 20 to 50 
dynes cm-l , preferably from 25 to 45 dynes cm-l , more preferably from 30 
to 40 dynes cm"! , eg. 35 dynes cm"'' . 

Any conventional surfactant may be used including non-Ionic 
35 surfactants, ionic surfactants, eg. anionic surfactants, or a mixture of two 
or more ionic and non-ionic surfactants. Of the ionic surfactants, anionic 
surfactants are prefen^d. Examples of suitable anionic surfactants 
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include carboxylate surfactants. Carboxylate surfactants are typically 
derived from C10 to C20 straight chain fatty acids which may optionally be 
saturated or unsaturated. Conventionally known salts of carboxylate 
surfactants may be used, such salts include ammonium or alky! 
5 ammonium salts, eg. triethylamlne or morpholine salts; or alkali metal 
saKs, eg. sodium or potassium salts. In addition to the fatty acids, salts of 
other acids may be used Including oleic, ricinoleic and rosin acids or the n- 
alkyi sarcosides. The invention is not limited to the surfactants 
hereinbefore described and may also include mixtures of two or more 
10 sur^ctants. 



Non-ionic surfactants are particularly preferred and examples of 
suitable non-ionic surfactants include those described in "Surfactant and 
Interfacial Phenomens" Miltan J Rosen. (John Wiley & Sons Inc (1978)). 

1 5 Examples of non-ionic surfactants which may be mentioned are, 
polyoxyethylene alkylphenols; alkylphenol ethoxylates, examples of 
alkylphenols are p-nonylphenol, p-octylphenol or p-dodecylphenol; 
polyoxyethylenated straight chain alcohols; alcohol ethoxylates (the 
alcohols are typically derived from coconut or tallow oils or are synthetic 

20 long carbon chain alcohols); polyoxyethylenated polyoxypropylene glycols 
(derived from ethylene oxide and propylene oxide); polyoxyethylenated 
mercaptans; long chain carboxylic acid esters, eg. glycerol and 
polyglyceryl esters of natural fatty acids, propylene glycol, sorbitol and 
polyoxyethylenated sorisitol esters; polyoxyethylene glycol esters and 

25 polyoxyethylenated ^tty acids; alkanolamine condensates; alkanolamides. 
eg. alkanolamine/fatty acid condensates; and tertiary acetylenic glycols. 

We have found that the use of surfactant in the polyurethane results 
in residual surfactant being present in the thin walled article. Thus 
30 according to the invention we provide a thin walled polyurethane article 
comprising from 0.1 to 40% wAv of a plasticiser as hereinbefore described 
and from 0.1 to 10% w/w of surfactant. Preferably the thin walled article 
comprises from 2 to 10% w/w surfactant more preferably from 4 to 10% 
w/w and most preferably from 6 to 8% w/w. 

35 

The concentration of the polyurethane in the aqueous emulsion, ie. 
the solids content, may be from 10 to 60% w/w, preferably 20 to 60% w/w. 
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preferably 40 to 60% wAw. and especially 45 to 55% w/w. eg. 52 to 53% 
w/w. 

The molecular weight of the polyurethane in the emulsion may vary, 
5 but preferably the weight average molecular weight (Mw) is from 50.000 to 
1.000.000. more preferably from 50.000 to 800.000. The number average 
molecular weight (Mp) may be from 4000 to 1500. preferably from 5000 to 
12000. Emulsions are especially preferred wherein the molecular weight 
distribution tends to be binodal. that is. the emulsion comprises a 
1 0 relatively high molecular weight component and a relatively low molecular 
weight component Thus the relatively high molecular weight component 
may have a weight average molecular weight in the region of from 50.000 
to 150.000, preferably from 75.000 to 125,000. eg. 100.000. whilst the 
relatively low molecular weight component may have a weight average in 
15 the region of from 1000 to 2000. preferably from 1200 to 1800. eg. 1600. 
The relative ratio of the high molecular component to the low molecular 
weight component may be from 4:1 to 3:2. preferably 3:1. 

According to the invention we also provide a thin walled polyurethane 
20 article comprising from 0. 1 to 40% w/w of a plastlciser as hereinbefore 
described wherein the polyurethane has a weight average molecular 
weight of from 50.000 to 1,000.000. 

In addition the polyurethane emulsion may comprise a salt fonning 
25 moiety to confer dispersibility. such as an amine, eg. diethanolamine or 
morphollne, or a cationic species, eg. sodium, potassium, ammonium, etc. 
Preferred amines include tertiary amines and especially tertiary alky! 
amines, such as triethylamine. 



30 We further provide the use of an aqueous polyurethane emulsion 

comprising a plasticiser as hereinbefore described in the manufacture of a 
thin walled polyurethane article according to the invention. 



A variety of polyurethanes may be used in the manufacture of the 
35 articles of the invention. However, preferred polyurethanes are anionic 
polyurethanes and especially those prepared from polyethers or 
polyesters. Aromatic polyesters may be used but aliphatic polyesters are 
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preferred. Similarly, although aromatic diisocyanates may be used, 
aliphatic diisocyanates are preferred. It is especially preferred to use 
diisocyanates which can render flexibility to the polyurethane, such as 
cyclohexane diisocyanates and alkylcyclohexane diisocyanates. 
Preferred potyurethanes are those sold under the name UCECOAT (Trade 
Mark), such as UCECOAT XE102. The most preferred polyurethanes are 
those sold under the name WITCOBOND (Trade Mark) available from 
Baxenden in the UK. WITCOBOND 740 is especially preferred. 

Thus according to the invention we provide a thin walled article made 
from a plasticiser as hereinbefore described and a polyurethane selected 
from WITCOBOND and UCECOAT, especially WITCOBOND, eg. 
WITCOBOND 740. 

The method according to the invention may advantageously include 
a coagulant dipping step in the process. Thus according to the invention 
we provide a method of manufacturing a thin walled polyurethane article 
which comprises first dipping a suitably shaped former into a coagulant 
solution, optionally drying the coagulant coated former, followed by 
dipping the coagulant coated former into a polyurethane emulsion 
comprising a plasticiser as hereinbefore described. 

Prefen-ed coagulants are ionic coagulants, eg. mono, di- and tri- 
valent cations. Examples of monovalent catlonic coagulants Include 
quarternary ammonium salts such as cyclohexylamine salts, eg. 
cyclohexylamine acetate. Divalent cationic coagulants are pretend, such 
as alkaline earth metal salts, eg. calcium salts, or transition metal salts, 
eg. zinc salts. The nitrates of these salts are prefen-ed and thus the most 
prefen^d coagulant is calcium nitrate. In addition to conventional 
coagulants, heat sensitising agents may also be used. Thus heat 
sensrtising agents such as polyether siloxanes may be used, such agents 
are sold as coagulant WS by Bayer. Heat sensitivity coagulants are 
generally mixed with the polyurethane emulsion. The amount of coagulant 
present in the coagulant solution may be from 5 to 60% w/w solution, 
preferably from 5 to 30% w/w, preferably from 5 to 20% w/w. more 
preferably 8 to 12% w/w and especially 10% w/w. 
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The method according to the invention may also include a curing 
step. Thus following dipping an appropriately shaped fomner into a 
polyurethane emulsion the fomied article may be cured at from 60° to 
150'C, preferably from 60" to 120"C and more preferably from 70° to 
5 100°C. eg. 90°C. Curing times may vary according to, inter alia, the 
thickness of the fomied article. Curing times of from 5 to 60 minutes are 
appropriate. 

In addition, the method according to the invention may include a 
1 0 leaching step. Leaching may be carried out before or after curing the 

fomied article, or leaching may be canied out both before and after curing. 

The leaching process is intended to, inter alia, remove residual 
coagulant and/or surfactant. It may be a characteristic of the thin vi/alled 
1 5 polyurethane articles according to the invention that residual coagulant 
and/or surfactant may remain In the polyurethane. 

Thus according to a further feature of the invention we provide a thin 
walled polyurethane article wherein the polyurethane comprises a 
20 plasticiser as hereinbefore described and a coagulant residue of from 2 to 
15mg/g (of polyurethane) preferably from 2 to 12mg/g, more preferably 
from 3 to lOmg/g. 

In the case of calcium nitrate coagulant the residual coagulant may 
25 be detectable in the form of calcium ions. Thus conventional techniques 
known psc s& may be used in, eg. calcium ion analysis. Such methods 
include, inter alia, atomic absorption spectrometry. 

Additives may be included in the coagulant solution or the emulsion 
30 to improve the release properties of the polyurethane article allowing the 
cured article to be more easily removed from the former. The stripping of 
the article from the former may be improved by the inclusion of a 
detackifier. Any conventional detackifiers may be used including powders 
such as chalk, starch, eg. maize starch or com starch, slays, lycopodium 
35 powders, talc or ground whiting. In addition liquid detackifiers 

conventionally used with natural oibbers may be used, these include 
silicone emulsions, silicone oils or polypropylene glycols. 
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The thin walled articles manufactured by the process of the invention 
may also be detackified by surface treatment, such as chlorination or 
bromination or surface coating. The powdered detackifiers may be 
applied in the coagulant or ^fter the glove has been cured, but the 
preferred detackifiers are carbonates, such as alkaline earth metal 
carbonates, eg. calcium carbonate. The level of detackifier present in the 
glove may vary, but prefenned levels are from 0.1 to 10% w/w, preferably 
from 2.5 to 7.5% w/w, most preferably 5% w/W. 

The thickness of the flexible thin walled polyurethane articles may be 
from 0.03 to 1.0mm, preferably from 0.05 to 0.8mm and especially from 
0.05 to 0.5mm. 

Such articles are advantageous In that the tensile strength or the 
force required to break the polyurethane remains sufficient to give the 
article utility. Thus we further provide a flexible thin walled polyurethane 
article having a tensile strength of from 2 MPa to 60 MPa. Such tensile 
strength is preferably from 5 to 40 MPa. more preferably from 10 to 40 
MPa and especially from 15 to 40 MPa, eg. 24 to 40 MPa. 

In addition, the articles according to the invention have an 
advantageous value for elongation at break. According to the invention 
we provide a flexible article made from polyurethane having an elongation 
at break of greater than 450%, eg. 500 to 600%, eg. 550%. 

The thin walled articles of the invention include gloves, eg. gloves for 
surgical use, condoms, sleeves, catheters, boots, bladders, balloons, 
teats, enema tips and other tubular articles. 

The invention will now be illustrated but in no way limited by the 
following Examples in which temperatures are in degrees Celsius. 



35 



Example 1 

Tensile Test 
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A 4mm wide dumbbell cutter was used to cut a sample of film. 
Reflective markers stuck to the parallel part of the test piece identified a 
25mm length. A tensile test was carried out with a crosshead speed of 
500mm min-1 using a Zwick 1435 tensile testing machine. An 
5 extensometer measured the tnje strains during the test by following the 
reflective markers. The stresses at 100. 300 and 500% strain were 
recorded along with the stress and strain at break. 



Fxamole 2 
10 T»"sile Set 

Set is defined as the permanent defomiation following the application 
and removal of strain. A 4mm wide dumbbell cutter was used to cut a 
sample of film, and reflective markers were stuck on about 25mm apart 
1 5 The sample was stretched to 300%. and immediately relaxed. The 

second gauge length between the reflective markers was measured under 
a very small load. Percentage set is defined as: 

e^^ eftt = r?nd Qau« ;T^ iftnrrth - 1st naiine length) * 1QQ% 
20 (1st gauge length) 



Fyample 3 

MfflftT?»lf^r W'^'^ht Determination 

Molecular weight of the polyurethane was analysed using EASICAL 
(Trade Mark) polystyrene standards dissolved in tetrahydrofuran (2ml, 
0.2%) by allowing the standard mix stick to stand in tetrahydrofuran for 30 
minutes. The polyurethane samples were prepared using 0.03g of 
polyurethane dissolved in tetrahydrofurans (10ml) SOP/AD/1 70/246/262. 

The samples were analysed using gel permeation chromatography 
(GPC) and a refractive index detector. 



35 



Fxampie 4 

(^^pflliiant Content 
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The calcium content of polyurethane films was detemiined after 
ashing the samples of the polyurethane film, taking up the ash in water 
(25ml) and then diiuting further as appropriate. Calcium standards at 1.0, 
2.0, 3.0 and 4.0 pg/ml in water were used to quantify the calcium present. 

Example 5 

Surfactant Content 

The method used to determine the amounts of surfactant (nonyl 
phenol ethoxylate) present in batches of WITCOBOND 740 emulsion 
involved soxhiet extraction with methanol of the films produced after 
drying. Followed by HPLC analysis on the extracts produced. 

Preparation of polyurethane film by evaporating to dryness the 
emulsion at 105** followed by soxhiet extraction of 0.7-O.Bg portions of the 
film with methanol (ca. 100ml) for 4 hours. Extracts were quantitatively 
transferred into 100ml volumetric fiasks and subsequently analysed by 
HPLC alongside nonyl phenol ethoxylate (surfactant) standards. 

Example 6 

Particle Size Detemnination 

a) Malvem Analyser 

The malvem particle size analyser is a light scattering based particle 
size analyser. It uses a 2 milliwatt Helium/Neon laser and a Fourier 
transfomn lens system to focus the scattered laser light on to a 
photosensitive silicon detector. The lens used was a 45mm lens which is 
used to measure particle diameters in the range of 0.1 to SOpm. The 
sample diluent was deionised water that had been filtered through a 
0.2pm filter. The diluent particle size is measured prior to sample addition 
and is accounted for in the results as the background reading. The 
sample dilution was one drop from the end of a microspatula per 500ml of 
diluent. 
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CLAIMS 

1 . A method of manufacturing a thin walled polyurethane article 
which comprises dipping a shaped former into an aqueous polyurethane 
emulsion which emulsion comprises a plasticizer having a mixture of at 

5 least one substituted alkyi condensed ring and partly aromatic of 2. 3. and 
4 rings. 

2. The method according to claim 1 wherein a substantial 
number of particles having a mean particle size of greater than 0.3^m. 

3. A method according to claim 1 wherein the emulsion 

1 0 comprises a substantial number of particles with a mean particle size of 
from 0.31 urn to 2.5^m. 

4. A method according to claim 1 wherein at least 50% of the 
particles have a mean particle size of greater than O.Z\xm. 

5. A method according to claim 1 wherein the polyurethane 
15 emulsion contains from 0.1 to 10% w/w of a surfactant. 

6. A method according to claim 5 wherein the surfacant is non- 
ionic. 

7. A method according to claim 1 wherein the concentration of 
the polyurethane in the aqueous emulsion is from 10 to 60% w/w. 

20 8. A method according to claim 1 wherein the polyurethane 

emulsion contains at least 5% w/w of a plasticlser. 

9. A method according to claim 1 wherein the polyurethane has 
a weight average molecular weight of from 50,000 to 1 ,000,000. 

10. A method according to claim 1 which comprises an 

25 additional step of dirst dipping the fomier into a coagulant solution and 
optionally drying the coagulant coated fomier. 

11. A method according to claim 1 wherein the polyurethane 
comprises an aliphatic diisocyanate and a aliphatic polyester. 
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12. A method according to claim 1 1 wherein the polyurethane is 
WITCOBOND. 

13. A thin walied polyurethane article comprising from 0.1 to 
10% w/w of a surfacant in the polyurethane. 

14. A thin walled polyurethane article wherein the polyurethane 
comprises from 2 to 15 mg/g (of polyurethane) of a coagulant residue. 

15. A thin walled polyurethane article wherein the polyurethane 
comprises from 0.1 to 40$ of a plasticiser. 

16. A thin walled polyurethane article wherein the polyurethane 
has a weight average molecular weight of from 50.000 to 1,000,000. 

17. A thin walled polyurethane article wherein the polyurethane 
is WITCOBOND. 

18. A thin walled article according to any one of the preceding 
claims wherein the article is a glove. 

19. A thin walled article according to any one of the preceding 
claims wherein the article is a condom. 

20. The use of an aqueous polyurethane emulsion containing a 
substantial number of particles with a mean particle size of greater than 
0.3^m in the manufacture of a thin walled polyurethane article. 

21. The method according to claim 1 wherein the at least one 
substituted alkyi comprises an aggregate amount of 5 to 1 1 carbon atoms 
and an aggregate amount of 1 1 to 23 hydrogen atoms. 

22. The method according to claim 1 wherein the at least one 
substituted akiyi comprises substituted tetrahydro and decahydro 
naphthalenes. 



23. The method according to claim 1 wherein the at least one 
substituted alkyI comprises substituted tetrahydro and decahydro 
phenanthrenes. 
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24. The method according to claim 1 wherein the at least one 
substituted akiyi comprises substituted tetrahydro and decahydro 
anthracenes. 

25. The method according to claim 1 wherein the at least one 
5 substituted akIyI comprises substituted tetrahydro chrysenes. 

26. The method according to claim 1 wherein the alkyi is 
substituted tetrahydro pyrenes. 



INTERNATIONAL 1SEARCH REPORT 



fatcmarinnil tpplkation No. 
PCT/US95yil764 



I A- CLASSinCAnON OF SUBJECT MATIER 

IPC(6) :B28B 1/38; A41D 19/00; A61P 6/04 

US CL :Please See Bxtn Sheet 
I Aoooriing to Intematioial PataX CU nific a tion (IPC) or to both imknal ckMificalion and IPC 
I B. HELPS SEARCHED 

I Minimum docuroenution searched (classification system followed by classification symbols) 
U.S. : Please See Extia Sheet. 



I Dooumemation searched other than minimum documenutioo to the extent thai such documentt arc included in the field, searched" 



I Etoctionic dau base consuhed during the intemational search (name of dsta base and, where practicable, leaich terms used) 
APS (AUTOMATED PATENT SYSTEM) 



|C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category' 



Citation of document, with indication, where appropriate, of the relevant passages 



Relevant lo claim No. 



Y 

|Y 



US, A, 3,779,975 (CLARK ET AL) 18 DECEMBER 1973 
ENTIRE DOCUMENT. 

US, A, 3,981,945 (ATTWOOD ET AL) 21 SEPTEMBER 
1976, ENTIRE DOCUMENT. 

US, A, 3,984,604 (KING ET AL) 05 OCTOBER 1976, ENTIRE 
DOCUMENT. 

US, A, 4,020,046 (KING ET AL) 26 APRIL 1977, ENTIRE 
DOCUMENT, 

US, A, 4,090,993 (ATTWOOD ET AL) 23 MAY 1978 
ENTIRE DOCUMENT. 

US, A, 4,425, 161 (SHIBAHASHI ET AL) 10 JANUARY 1984 
ENTIRE DOCUMENT. 



1-26 

1-26 

1-26 

1-26 

1-26 

1-26 



O Further documemsarelisted in the continustion of Box C. Q See patent family annex. 



1 1-* 



%«ckloilcfftirioiof cUdocwmi: •j^ 

n be of piticiihr itl cv iaj p 

1 OS or ftfter Ae ■rrmliijMl fSmt due 



iger ilm miiim pitohed aiter Cho i toM lkj Ml flat da., ./priority 
or*eoqnadcr|yiit|tl»iDvcHiaB 



«^lo rm hl a k ^ puNinHioa of Moftcr cUcm or ate 

beiitofcrioyito«iwwo*m8dklfcooii 
the pnoray date chm d — A rin i imm< iim mIu i of the ime 



•vnuvotfcp 



ate of the actual completion of the international seaieh 
04 DECEMBER 1995 



I Name and mailmg address of the ISAAJS 
Co imro tt inn er of Pttems and Tndcmsffcs 
BoxPCT 

WsAiiynn> D.C. 20231 



I Facsimile No. r7a3) 305-3230 

Fonn PCT/BA/ZIO (second sheetXiuly 1992)* 



Date of mailing of the intemational search rcpoit 

J.7 JAM I99S 



Authorized ol 

JAN H. SILB'AUGH 
Telephone No. f703) 365-7251 




IN1ERNA110NAL SEARCH REPORT 



Intenutional appliotioa No. 
PCTAJS95/11764 



C (Continufttion). DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citttkm of documenl. with indication, where tppropriate, of the relevant paaugea 



Rekvani iti claim No. 



Y 
Y 



Y,P 
Y,P 
Y,P 
Y 



US, A, 4,463,156 (MCGARY, Jr., ET AL) 31 JULY 1984, 
ENTIRE DOCUMENT. 

US, A, 4,919,966 (SHLENKER) 24 APRIL 1990, ENTIRE 
DOCUMENT. 

US, A, 4,935,260 (SHLENKER) 19 JUNE 1990, ENTIRE 
DOCUMENT. 

US, A, 4,947,487 (SAFFER ET AL) 14 AUGUST 1990, 
ENTIRE DOCUMENT. 

US, A, 5,128,168 (SHLENKER ET AL) 07 JULY 1992, ENTIRE 
DOCUMENT. 

US, A, 5,024,852 (BUSNEL ET AL) 18 JUNE 1991, ENTIRE 
DOCUMENT. 

US, A, 5,051,310 (HORN ET AL) 24 SEPTEMBER 1991, 
ENTIRE DOCUMENT. 

US, A, 5,338,565 (SHLENKER ET AL) 16 AUGUST 1994, 
ENTIRE DOCUMENT. 

US, A, 5,370,900 (CHEN) 06 DECEMBER 1994, ENTIRE 
DOCUMENT. 

US, A, 5,399,400 (NILE ET AL) 21 MARCH 1995, ENTIRE 
DOCUMENT. 

US, A, 5,436,399 (KOYAMA ET AL) 25 JULY 1995, ENTIRE 
DOCUMENT. 

US, E, RE. 31,448 (ATTWOOD ET AL) 22 NOVEMBER 1983, 
ENTIRE DOCUMENT. 

WO, A, 081000346 (JOUNG) 19 FEBRUARY 1981. ENTIRE 
DOCUMENT. 

US, A, 4,901,372 (PIERCE) 20 FEBRUARY 1990, ENTIRE 
DOCUMENT. 

US, A, 3,634,184 (WANG) 11 JANUARY 1972, ENTIRE 
DOCUMENT. 

US, A, 4,073,975 (BUCKWALTER ET AL) 14 FERPUAJ.Y 



1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-26 
1-06- 



w 


w 


INmtNAnONAL SEARCH REPORT 


IntcniatiojuLl application No. 




PCTAJS95/11764 



C (Comanuation). DOCtiMENTS CONSIDERED TO BE REUVANT 



Category* Citttion of document* with indkatioa, where ippropriate. of the relevant paataget 



US, A, 4,798,876 (GOULD ET AL) 17 JANUARY 1989, 
ENTIRE DOCUMENT. 



Relevani to ^latm No. 



1-26 



Fonn PCT/ISA/210 (eoniintution of leoond shectXJuly 1992)* 



INTERNATIONAL SEARCH REPORT 



Intcroittonal appUcstkra No. 
PCTAJS95/n764 



A. CLASSmCATION OF SUBJECT MATTER: 
USCL : 

264/304. 305.306; 
2/161.7. 161.8, 167, 168; 
128/842, 844, 918 

B. FIELDS SEARCHED 
Minimum documentation searched 
Classification System: U.S. 

264/304, 305;306; 
2/161.7, 161.8. 167. 168; 
128/842, 844. 918 



Fonn PCT/ISA/210 (extn sbectXJuly 1992)* 



